AMENDMENTS TO THE CLAIMS 

This listing of claims will replace all prior versions, and listings, of claims in the application. 
Listing of claims: 

1. (Currently Amended) A process for the manufacture of laminated wood composites 
comprising the steps of: 

(a) providing a plurality of wood veneers; 

(b) providing an organic polyisocyanate laminating adhesive; 

(c) providing a ribbon coating apparatus; 

(d) providing a pressing means; 

(e) conveying at least one of the plurality of wood veneers through the ribbon coating apparatus 
and applying a layer of the organic polyisocyanate laminating adhesive in liquid form to a face of 
the at least one wood veneer in a single pass through the ribbon coating apparatus to obtain a liquid 
polyisocyanate coated veneer; 

(f) placing at least one of the liquid polyisocyanate coated veneers in contact with at least one 
other veneer to form a loose stack of veneer s, wherein the veneers are oriented with concave 
surfaces facing in opposite directions ; 

(g) pressing the loose stack of veneers in the pressing means under conditions suitable to cause 
the polyisocyanate laminating adhesive to at least partially cure to form an adhesive bonded wood 
laminate; and 

(h) removing the adhesive bonded wood laminate from the pressing means. 

2. (Original) The process according to claim 1 wherein the pressing is conducted within a 
temperature range of from 10°C to 50°C. 

3. (Original) The process according to claim 2 wherein the plurality of wood veneers each has 
a moisture content of less than 20% by weight, relative to the total weight of the veneer. 

4. (Original) The process according to claim 1 wherein the plurality of wood veneers each has 
a moisture content of less than 20% by weight, relative to the total weight of the veneer. 
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5. (Original) The process according to claim 4 wherein the pressing is conducted within a 
temperature range of from 10°C to 50°C. 

6. (Original) The process according to claim 1 wherein the organic polyisocyanate laminating 
adhesive is a one component moisture curing quasiprepolymer comprising at least one -N=C=0 
group terminated prepolymer derived from the reaction of an aliphatic tertiary amine initiated 
polyether polyol with a molar excess of one or more monomelic polyisocyanate species of the MDI 
series; and wherein said quasiprepolymer further contains, in unreacted form, some monomelic 
polyisocyanate species of the MDI series. 

7. (Original) The process according to claim 2 wherein the organic polyisocyanate laminating 
adhesive is a one component moisture curing quasiprepolymer comprising at least one -N=C=0 
group terminated prepolymer derived from the reaction of an aliphatic tertiary amine initiated 
polyether polyol with a molar excess of one or more monomelic polyisocyanate species of the MDI 
series; and wherein said quasiprepolymer further contains, in unreacted form, some monomelic 
polyisocyanate species of the MDI series. ; 

8. (Original) The process according to claim 6 wherein the aliphatic tertiary amine initiated 
polyether polyol contains a plurality of oxyethylene groups. 

9. (Original) The process according to claim 7 wherein the aliphatic tertiary amine initiated 
polyether polyol contains a plurality of oxyethylene groups. 

10. (Original) The process according to claim 8 wherein the aliphatic tertiary amine initiated 
polyether polyol is prepared from the reaction of a polyfunctional aliphatic amine initiator with 
ethylene oxide and propylene oxide. 

1 1 . (Original) The process according to claim 9 wherein the aliphatic tertiary amine initiated 
polyether polyol is prepared from the reaction of a polyfunctional aliphatic amine initiator with 
ethylene oxide and propylene oxide. 
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12. (Original) The process according to claim 10 wherein the polyfunctional aliphatic amine 
initiator consists essentially of ethylene diamine. 

13. (Original) The process according to claim 11 wherein the polyfunctional aliphatic amine 
initiator consists essentially of ethylene diamine. 

14. (Original) The process according to claim 6 wherein the one component moisture curing 
quasiprepolymer has a free -N=C=0 group concentration in the range of from 10 to 29% by weight, 
a number average -N=C=0 group functionality of greater than 2, and a viscosity at 25°C in the 
range of from 200 to 10,000 cps. 

15. (Original) The process according to claim 7 wherein the one component moisture curing 
quasiprepolymer has a free -N=C=0 group concentration in the range of from 10 to 29% by weight, 
a number average -N=O0 group functionality of greater than 2, and a viscosity at 25°C in the 
range of from 200 to 10,000 cps. 

16. (Original) The process according to claim 14 wherein the pressing is conducted within a 
temperature range of from 15°C to 30°C. 

17. (Original) The process according to claim 15 wherein the pressing is conducted within a 
temperature range of from 15°C to 30°C. 

18. -20. (Cancelled) 

21 . (Previously Presented) The process according to claim 1 wherein the adhesive bonded wood 
laminate comprises from about 0.25 to 1% by weight of organic polyisocyanate laminating 
adhesive. 
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22. (Previously Presented) The process according to claim 1 further comprising applying the 
layer of the organic polyisocyanate laminating adhesive with a dispensing component of the ribbon 
coating apparatus, wherein the dispensing component does not come into direct physical contact 
with the at least one wood veneer. 

23. (Previously Presented) The process according to claim 1 wherein applying the organic 
polyisocyanate laminating adhesive further comprises applying a plurality of discrete streams of the 
organic polyisocyanate laminating adhesive. 



171230.01/2460.00600 



-5- 



